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JEWELRY & 'ENAMELING

PROCESSES
Filing
p. 25

Wrapping

the

Mandrel

Annealing
p. 18

Flattening

the

Wire

Holding

the

Wire

Coiling

Removing
Annealing

Removing

the

Coil

File all edges smooth.

Smooth all surfaces of the mandrel with emery

cloth.

File the %-inch thickness slightly on one side

of the %-inch width.

Cut a strip of soft wrapping paper the width

of the mandrel.

Dampen the paper.

Wrap the paper around the mandrel at an

angle; be sure it meets without overlapping as

shown in Fig. 36.

Hold both ends of the paper to the mandrel

with iron binding wire or glue.

Anneal the wire.

Hammer the end of the wire on the surface
plate to flatten.

Place the wire between two boards held in the

vise.

Hold the flattened end of the wire and the

mandrel in the jeweler's hand vise on the edge

of the boards.

COILING

Coil the wire on the metal strip by turning the
hand vise.

Remove the mandrel from the vise.
Anneal the coil of wire on the mandrel
Slip the coil from the mandrd